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BASIC- ABSTRACT: Synthetic fibres and their products are 
modified by treating 

with a stable emulsion of hydrophilic polyurethane contg. 
poly (ethylene oxide) 

units of mol. wt . 600-2500. In an example a prepolymer 
derived from 

poly (ethylene adipate) of mol. wt . 1500, 150, polyethylene 
glycol of mol. wt . 

900, 22.5, diphenylmethane 4 , 4 ' -diisocyanate 48g was mixed 
with benzene 44.1, a 

sulphosuccinate-type surfactant 3.3, and a nonionic 
surfactant 3.3g and the 

mixt. was dispersed in 193 0 g water contg. 3.3g 
sulphosuccinate-type 

surfactant. A wet nylon cloth contg. 100% water was 
immersed in the 3% solids 

emulsion and dried for 3 0 min. at 8 0 degrees to 4.0% 
pickup. The treated cloth 

had vol. resistivity <109 ohm-cm and wrinkle resistance 
(JIS L 1041-60) >80% 

compared with >1012 and 10-30% for a similar untreated 
cloth. Acrylic and 

polyester textiles were similarly treated. 
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